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(54) Photographic element, pyrazolazole coupler, method for it's preparation and an azomethine 
dye 

(57) A photographic element comprises novel pyra- 
zolo[5,1-c]-1,2,4-triazole dye forming couplers, the cou- 
plers and azomethine dyes. The couplers are 
represented by the following structure: 



x 


wherein: 

Z represents the elements of C, N. O, or S neces- 
sary to complete a substituted or unsubstituted het- 
erocyclic 5 or 6 member ring along with nitrogen; 

R-i represents a substituent group; 

and, X represents a hydrogen or a coupling off 

group. 
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Description 

[0001] This invention relates to light sensitive silver halide color photographic elements, heterocyclic dye-forming 
couplers and azomethine dyes. They exhibit improved light stability. Also described is a simple method of synthesis of 
5 the novel couplers. 

[0002] In the photographic art color images are formed by the exposure of a silver halide light sensitive element 
containing organic dye forming couplers followed by processing in aqueous developer solutions containing an aromatic 
primary amine color developing agent The resultant dyes formed are yellow, magenta, or cyan and result in the forma- 
tion of a color image in the photographic element 

io [0003] There are several heterocyclic organic materials known to form magenta or cyan images such as pyrazolo- 
nes, pyrazolobenzimidazoles. pyrazolotriazoles, indazoles, imidazopyrazoles, and imidazoimidazoles. The heterocyclic 
nitrogen compound pyrazolotriazole is extensively used in modem photographic color materials. Bailey’s original patent 
BP 1,252,418 (1971) describes the pyrazolo[5,1-c]-1,2.4-triazo!e heterocyclic nitrogen compound for use in photo- 
graphic elements. 

is [0004] Color forming image dyes in photographic elements must have desirable hues and good stability with little 
or no fading or discoloration under storage in the dark or when exposed to light. The couplers which form these dyes 
should have good coupling efficiency and lead to dye images with high contrast and high density in areas of maximum 
exposure and low density in areas of minimum exposure. 

[0005] It is well recognized by those skilled in the art that modifications of the structure of the substituents on the 
20 pyrazolo[5,1 -c]- 1.2. 4-triazole heterocyde can have important effects on the dyes formed from these couplers, including 
improvements in dye image stability, etc. Thus, the researcher skilled in the art of photographic couplers is always seek- 
ing new substituents on the pyrazolo[5,1-c]- 1,2,4-triazole heterocycfe with an aim to discover ever better image dye 
properties. In recent years many patents have been issued on variations of the 3-alkyl substituted pyrazolo[5,1-c]-1 ,2.4- 
triazole couplers. These couplers have the required hue, contrast, and efficiency properties necessary to produce supe- 
25 rior image dyes in modem photographic materials. Nevertheless, new substituent research continues. 

[0006] In Bailey’s original patent BP 1 ,252,418 (1971) a wide range of substituents are described as useful in var- 
ying the hue and properties of pyrazolo[5.1 -c]-1 ,2,4-triazole image dyes. In particular, Bailey describes the 3-heterocy- 
dic substituents pyridine and thiophene. Recently, lizuka et.al. JP 10161284 (1998) have described the 5 member ring 
a-substituted pyrrole, imidazole, pyrazole, thiophene, furan, thiazole, oxazole, and triazole heterocycles as particular 
30 couplers with improved performance compared to 3-alkyl substituted pyrazolo[5, 1 -c],1 ,2,4-triazole couplers, lizuki et. al. 
in JP 10133342 (1998) also describe the 6 member ring a substituted pyridine, pyridazine, pyrimidine, pyrazine, and 
benzoxazole heterocycles with improved performance compared to 3-alkyl substituted pyrazolo[5,1-c]-1 ,2,4-triazole 
couplers. These couplers may genericaily be described by structure A below in which Z represents the elements of C, 
N, O, and S required to form 5 and 6 member rings containing a R substituent in the a position of the ring adjacent to 
35 the carbon bonding the heterocyde to the 3 position of the pyrazolo[5, 1 -c]-1 ,2,4-triazole ring. 


Coupler structure A 
from JP 10133342 (1998) 
and JP 10161284 (1998) 


X 

45 

[0007] It should be particularly noted in this structure that the heterocyde bonded to the 3 position of the pyra- 
zolo[5,1-c]-1 ,2, 4-triazole ring is bonded to a carbon atom of the heterocydic substituent. This is a common feature of 
heterocyclic substituted pyrazolo[5,1-c]-1, 2,4-triazole couplers dating back to the originally disclosed pyridine and thi- 
50 ophene substituents of Bailey BP 1,252,418 (1971). 

[0008] The Chemical Abstrads registry file reveals that no pyrazolo[5, 1 -c]- 1,2, 4-triazole couplers have been 
reported in which the 3 position of the pyrazolo[5, 1 -c]-1 ,2,4-triazde ring is bonded to a nitrogen atom of the heterocydic 
substituent. The synthesis of such novel pyrazolo[5,1-c]- 1,2,4-triazole couplers is unknown to those skilled in the art. 
The properties of such unknown pyrazolo[5,1-c]-1,2,4-tnazole couplers would be of very high interest to the skilled pho- 
55 tographic coupler researcher. 

[0009] We now wish to report the simple synthesis of these novel pyrazolo[5,1 -c]-1 ,2.4-triazole couplers, the forma- 
tion of novel azomethine dyes therefrom, and the improved light stability demonstrated by these dyes in comparison to 
dyes from 3-alkyl substituted pyrazolo[5,1-c]-1 ,2,4-triazole couplers in a photographic element 
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[0010] In accordance with the present invention there is provided a photographic element bearing a silver halide 
emulsion layer associated with a nitrogen heterocycle substituted pyrazolo[5,1-c]-1, 2,4-triazole coupler having the 
structure I below: 



I 


wherein; 

Z represents the elements of C, N, O, or S necessary to complete a substituted or unsubstituted heterocyclic 5 or 
6 member ring group along with nitrogen: 

R 1 represents a substituent group; 

and, X represents a hydrogen or a coupling off group, 

[0011] The invention also provides a simple method of synthesis of the aforementioned nitrogen heterocycle sub- 
stituted pyrazolo[5,1-c]-1,2,4-triazole, and novel azomethine dyes associated with the aforementioned nitrogen hetero- 
cycle substituted pyrazolo[5.1 -c]-1 ,2,4-triazole. 

[0012] The element of this invention, upon conventional photographic processing, provides dyes that have desira- 
ble spectral absorption characteristics and good stability. 

[0013] Novel heterocyde substituted pyrazolo[5,1 -c]-1 ,2,4-triazole couplers may be synthesized by using a 3-sub- 
stituted-4-amino-5-mercapto-1 .2, 4-triazole in which the 3 substituent may be either amine or hydrazine. Novel azome- 
thine dyes are formed upon reaction of an oxidized primary aromatic amine with the novel pyrazolo[5, 1 -c]-1 ,2,4-triazole 
couplers of this invention. Preferred couplers of this invention upon suitable coating in a silver halide photographic mate- 
rial provide, after conventional photographic processing, magenta dyes with a spectral absorption peak in the region of 
the spectrum from 500 to 600 nm with a half band width of less then 120 nm, preferably less than 100 nm and most 
preferably less than 90 nm and exhibit the property of good light and dark stability. 

[0014] The novel couplers of structure I may be represented by the couplers bearing a 5 member saturated or 
unsaturated heterocyclic ring attached to the 3 position of the pyrazolo[5,1-c]-1 ,2,4-triazole and the couplers bearing a 
6 member saturated or unsaturated heterocydic ring attached to the 3 position of the pyrazolo[5,1-c]-1 ,2,4-triazole. The 
5 member ring and the 6 member ring may be further substituted without limitations. The 5 member ring and the 6 mem- 
ber ring may also comprise a part of a larger multi-ring heterocydic substituent on the 3 position of the pyrazolo[5,1-c]- 
1 ,2,4-triazole coupler. 

[0015] Examples of monocyclic, bicyclic, and tricyclic heterocyclic rings which may be suitable substituents on the 
3 position of the pyrazolo[5,1-c]-1, 2, 4-triazole include, but are not limited by, the following: benzoisothiazolone-l.l-diox- 
ide, benzothiazinedioxide, benzothiopyrano[4,3-c]pyrazo!e, benzotri azole, hydantoin, imidazo[1,2-a]pyrimidine, imi- 
dazo[2,1-b]quinazoline, imidazo[2,1-c]1,2.4-triazine, imidazo[4,5-b]pyridine, imidazole, imidazoline, indazole, indole, 
isoindole, isoquinoline, isothiazoiine, maleimide, morpholine, naphthalimide, oxazolidine, oxazolidinedione, phthala- 
zine, phthalimide, piperidine, piperazine, pteridone, purine, pyrano[2.3-c]pyrazole, pyrano[4,3-c]pyrazole, pyrazole, 
pyrazolidine, pyrazolinone. pyrazolo[3,4-b]quinoxaline, pyrazolo[3,4-d]pyridazine, pyridazine. pyrido[2,3-d]pyridazine. 
pyrimidine, pyrrole, pyrrolidine, pyrroline, pyrrolo[2, 3-d] pyrimidine, pyrrolo[3,2-c]quinoline, pyrrolo[3 ,4-d]pyrimidine, pyr- 
rolone, quinazoline, quinoline, rhodanine, succinimide, tetrahydropyridine, tetrazole, thiadiazine, thiadiazole, thiazolid- 
ine, thieno[3,4-cJpyrazole, thieno[3,4-c]pyrrole- 1,1 -dioxide, thiomorpholine- 1,1 -dioxide, triazine, triazole, and a 
triazolo[4,3-a]pyrimidine group. The heterocyclic rings are preferably substituents which substantially cannot be elimi- 
nated when the couplers of the invention are reacted with the oxidized species of a primary aromatic amine derivative. 
[0016] Especially preferred heterocycles are pyrrole, pyrazole, pyrazolone, pyridazinone, and phthalazinone 
groups. 

[0017] Examples of substituents on the heterocyclic rings attached to the pyrazolo[5,1-c]-1 ,2,4-triazole may typi- 
cally include, but are not limited by, the following: a halogen atom such as chlorine or bromine; an aliphatic group having 
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preferably 1 to 32 carbon atoms which may be linear, branched or cyclic, and saturated or unsaturated, for example, 
alkyl, aralkyl, alkenyl, alkynyl, cycloalkyl, and cycloalkenyl, such as methyl, ethyl, propyl, isopropyl, t-butyl, tridecyl, 2- 
methanesulfonylethyl, 3-(3-pentadecytphenaxy)propyl, 3-[4-{2-4-(4-hydroxyphenylsutfony0phenoxy]dodecanamide} 
phenyl)propyl. 2-ethoxytridecyl, trifluoromethyt, cyclopentyl, and 2-(2,4-di-t-amylphenoxy)propyl; aryl having preferably 
5 6 to 50 carbon atoms, for example, phenyl. 4-t-butylphenyl, 2,4-di-t-amylphenyl, and 4-tetradecanamidephenyl; hetero- 

cyclic groups having preferably 1 to 50 carbon atoms, for example, 2-furyl, 2-thienyl, 2-pyrimidinyl, and 2-benzothiazolyl; 
cyano; hydroxy; nitro; carboxy; sulfo; amino; alkoxy having preferably 1 to 50 carbon atoms, for example, methoxy, 
ethoxy, 2-methoxyethaxy, 2-dodecylethoxy, and 2-methanesulfonylethoxy; aryloxy having preferably 6 to 50 carbon 
atoms, for example, phenoxy, 2-methytphenoxy, 4-t-butylphenoxy, 3-nitrophenoxy, 3-t-butyloxycarbamoylphenoxy, and 
io 3-methoxycarbamoyl; acyiamino having 2 to 50 carbon atoms, for example, acetamido, benzamido, tetradecanamido, 
2-(2,4-di-t-amylphenoxy}butanamido, 4-(3-t-butyl-4-hydroxyphenoxy)butanamido, and 2-[4-(4-hydroxyphenylsuffo- 
nyl)phenoxy)butanamido, and 2-[4-(4-hydroxypherrylsulfonyl)phenaxy]decanamido; alkylamino having preferably 1 to 
50 carbon atoms, for example, methylamino, butylamino, dodecyiamino, diethylamino, and dimethylamino; anilino hav- 
ing preferably 6 to 50 carbon atoms, for example, phenylamino, 2-chloroanilino, 2-chloro-5-tetradecaminoanilino, N- 
is acetylanilino. and 2-chloro-5-[2-(3-t-butyl-4-hydroxyphenoxy)dodecanamide]anilino; ureido having preferably 2 to 50 
carbon atoms for example, phenyiureido, methytureido, and N,N-dibutyrylureido; sulfamoylamino having preferably 1 to 
50 carbon atoms, for example, N,N-dipropylsulfamoylamino, and N-methyl-N-decylsutfamoylamino; alkytthio having 
preferably 1 to 50 carbon atoms, for example, methylthio, octyithio, tetrad ecylthio, 2-phenoxyethylthio, 3-phenoxypro- 
pylthio, and 3-(4-t-butyl-phenoxy)propylthio; arylthio having preferably 6 to 50 carbon atoms, for example phenylthio, 2- 
20 butoxy-5-t-octyfphenylthio, 3-pentadecylphenylthio, 2-carboxyphenylthio, and 4-tetrad ecanamidephenylthio; alkoxycar- 
bonylamino having preferably 2 to 50 carbon atoms, for example methoxy carbonyl amino, and tetrad ecyloxycarbo- 
nylamino; sulfonamido having preferably 1 to 50 carbon atoms, for example, methanesulfonamido, 
hexadecanesuffonamido, benzenesulfonamido, p-toluenesulfonamido, octadecanesulfonamido, and 2-methoxy-5-t- 
butylbenzenesulfonamido; carbamoyl having preferably 1 to 50 carbon atoms, for example. N-ethylcarbamoyl, N.N-dib- 
25 uty I carbamoyl, N-(2-dodecyioxy*ethyl)carbamoyl, N-methyl-N-dodecylcarbamoyl, and N-[3-(2,4-di-t-amylphenGxy)pro- 
pyl]caibamoyl; sulfamoyl having preferably up to 50 carbon atoms, for example, N-ethylsulfamoyl, N,N- 
dipropylsulfamoyl, N-{2-dodecyloxyethyl)sulfamoyl, N-ethyl-N-dodecylsuifamoyl, and N,N-diethylsulfamoyl; sulfonyl 
having preferably 1 to 50 carbon atoms, for example, methanesulfonyi, octanesulfonyl, benzenesulfonyl, and tolue- 
nesulfonyl; alkoxycarbonyl having preferably 2 to 50 carbon atoms, for example, methoxy carbonyl, butyloxycarbonyl, 
30 dodecyloxycarbonyl, and octadecyloxycarbonyl; heterocyclyioxy having preferably 1 to 50 carbon atoms, for example, 
1-phenyltetrazole-5-oxy, and 2-tetrahydropyranyloxy; azo having preferably 6 to 50 carbon atoms, for example, phe- 
nylazo, 4-methoxyphenylazo, 4-pivaloylaminophenyiazo, and 2-hydroxy-4-propanoylphenylazo; acyloxy having prefera- 
bly 2 to 50 carbon atoms, for example, acetoxy; carbamoyloxy having preferably 2 to 50 carbon atoms, for example, N- 
methylcarbamoyloxy and N-phenylcarbamoyloxy; silyloxy having preferably 3 to 50 carbon atoms, for example, trimeth- 
35 ylsilyloxy, and dibutylmethylsilyloxy; aryloxycarbonylamino having preferably 7 to 50 carbon atoms, for example, phe- 
noxycarbonylamino; imido having preferably 1 to 40 carbon atoms, for example, N-succinimido, N-phthalimido, and 3- 
octadecenylsuccinimido; heterocyclylthio having preferably 1 to 50 carbon atoms, for example, 2-benzothiazolythio, 2,4- 
di-phenoxy-1,3,5-triazole-6-thio, and 2-pyridylthio; sufinyl having preferably 1 to 50 carbon atoms, for example 
dodecanesulfirtyl, 3-pentadecyiphenylsuifinyl, and 3-phenoxypropylsulfinyi; phosphonyl, having preferably 1 to 50 car- 
40 bon atoms for example, phenoxyphosphonyl, octyloxyphosphonyf, and phenylphosphonyi; aryloxycarbonyl having pref- 
erably 7 to 50 carbon atoms, for example, phenaxycarbonyl; acyl having preferably 2 to 50 carbon atoms, for example, 
acetyl, 3-phenylpropanoyl, benzoyl, and 4-dodecytoxybenzoyl; and azolyl having preferably 1 to 50 carbon atoms, for 
example, imidazolyl, pyrazolyl, 3-chloro-pyrazole-1*yl, and triazolyl. 

[0018] When the substituent on the heterocyclic ring is a ballast group it is a group of such size and configuration 
45 that, in combination with the remainder of the molecule, it provides the coupler with sufficient bulk that the coupler is 
substantially non-d'rffusible from the layer in which it is coated in the photographic element Representative ballast 
groups include substituted or unsubstituted alkyl or aryl groups containing 8 to 32 carbon atoms, substituted or unsub- 
stituted alkyloxy, aryloxy, arylthio, alkytthio, alkyloxycarbonyl, aryloxycarbonyl, carboxy, acyl, acyloxy, carbonamido, car- 
bamoyl, alkylcarbonyl, arylcarbonyl, alkylsuffonyl, arylsulfonyl, sulfamoyl. sulfenamoyl, alkylsulfinyl, arytsutfinyl, 
so alkylphosphonyl, arylphosphonyl, alkoxyphosphonyl, and aryiphosphonyi. Ballast groups including silicon substituted 
groups can be employed. Other ballast groups known in the photographic art can be employed. 

[001 9] Examples of R-i substituents in the above mentioned coupler structure I may include but are not limited by 
the following: a halogen atom, an aliphatic group preferably having from 1 to 36 carbon atoms, an aromatic group pref- 
erably having from 6 to 36 carbon atoms (e.g.: phenyl, naphthyl), a heterocyclic group (e.g.: 3-pyridyl, 2-furyl), an alkoxy 
55 group (e.g.: methoxy, 2-methoxyethoxy), an aryloxy group (e.g.: 2,4-di-tertamylphenoxy, 2-chlorophenoxy, 4-cyanophe- 
noxy), an alkenyloxy group (e.g.: 2-propenyloxy), an amino group (e.g.: butylamino, dimethylamino, anilino. N-methyl- 
anilino), an aliphatic or aromatic acyl group (e.g.: acetyl, benzoyl), an aliphatic or aromatic oxycarbonyl group (e.g.: 
butoxycarbonyl, phenoxycarbonyl), an aliphatic or aromatic acyloxy group (e.g.: acetoxy, benzoyloxy), an aliphatic or 
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aromatic oxysulfonyl group (e.g.: butoxysulfonyl, phenoxysulfonyl), an aliphatic or aromatic acylamino group (e.g.: 
acetylamino), a carbamoyl group (e.g.: ethyl carbamoyl, dimethylcarbamoyl), an aliphatic or aromatic sulfonamido group 
(e.g.: methanesulfonainido), a sulfamoyl group (e.g.: butylsulfamoyl), a sulfamido group (e.g.: dipropylsultamoyiamino). 
an imido group (e.g.: succinimido. hydantoinyl), a ureido group (e.g.: phenylureido, dimethylureido). an aliphatic or aro- 
5 matic sulfonyl group (e.g.: methanesulfonyl, benzenesuifonyl), an azo group, an aliphatic or aromatic thio group (e.g.: 
ethylthio, phenylthio), an aliphatic or aromatic sulfinyl group (e.g.: methanesulfinyl, benzenesulfinyl, naphthalenesuffi- 
nyl), a hydroxyl group, a cyano group, a carboxyl group, a nitro group, and a sulfo group. The term "aliphatic group" sig- 
nifies a straight chain, branched chain, or cydic aliphatic group, including saturated and unsaturated groups such as 
alkyl, alkenyl, and alkynyl groups, and groups which have been further substituted. Typical examples of such groups 
to include methyl, ethyl, butyl, dodecyl, octadecyl, icosenyl, iso-propyl, tert-butyl, tert-octyl, tert-dodecyl, cydohexyl, 
cyclopentyl, allyl, vinyl, 2-hexadecenyl, and propargyl groups. The term "aromatic group" signifies an aryl group which 
may have a substitutent 

[0020] Especially preferred subtrtuents are alkyl, aryl, alkoxy, amino, anilino, alkoxycarbonyl, carbamoyl, acyl, 
cyano, sulfone, and sulfonamido, which may be further substituted or unsubstituted. 

15 [0021] Examples of COG (coupling off groups) in the above mentioned coupler structure I may include but are not 

limited by the following: a hydrogen atom or any of the coupling off groups known in the art. Coupling off groups can 
determine the equivalency of the coupler, can modify the reactivity of the coupler, or can advantageously affect the layer 
in which the coupler is coated or other layers in the element by performing, after the release from the coupler, such func- 
tions as development inhibition, development acceleration, bleach inhibition , bleach acceleration, color correction, and 
20 the like. Representative classes of coupling off groups include halogen, particularly chlorine, bromine, or fluorine; 
alkoxy, aryloxy, heterocydytoxy, heterocyclic, for example, hydantoin and pyrazolo groups, sulfo nyloxy, acyloxy, carbon- 
amido, imido. acyl, heterocyclylthio, sufonamido, phosphonyloxy, and arylazo. 

[0022] Especially preferred coupling off groups include hydrogen and halogen. 

[0023] Hereunder, the typical examples of the couplers relating to the present invention will be given. However, the 

25 present invention shall not be limited thereto. 
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[0024] The couplers of the present Invention may be used as intermediates to prepare novel dyes. As described by 
20 Bailey in EP 1 ,253,933 such novel dyes may be useful in sensitized silver halide photographic materials as filter dyes 
or sensitizing dyes. Such dyes may also be useful as textile dyes and in more modem imaging applications such as a 
thermal dye transfer imaging processes and as ink jet dyes. 

[0025] Most especially preferred dyes are the azomethine dyes of generic dye structure II below. These dyes are 
easily prepared by the reaction of oxidized primary aromatic amines with the novel pyrazolo[5,1-c]-1 ,2,4-triazole cou- 
25 piers of this invention. These new dyes have good extinction and high optical density with low unwanted absorbance at 
wavelengths of light which reduce the desirable hue of the dye. We have also found that the heterocyclic substituent at 
the 3 position of the pyrazolo(5,1-c]-1, 2, 4-triazole ring imparts a bathochromic shift to the absorbance maximum of the 
azomethine dyes relative to those pyrazolo[5.1 -c]-1 ,2,4-triazole ring type dyes in which the 3 position is substituted with 
an alkyl substituent it is important to point out that the heterocyclic ring in the 3 position of the pyrazolo[5,1-c]-1 ,2,4- 
30 triazole ring is retained intact after the reaction of oxidized primary aromatic amines with the novel pyrazolo[5,1 -c]-1 ,2,4- 
triazole couplers of this invention and the heterocyclic ring at the 3 position of the pyrazolo(5.1-c]- 1,2,4-triazole ring 
does not act as a coupling off group. 



so [0026] The novel dyes of structure II may be represented by the dyes bearing a 5 member or 6 member saturated 
or unsaturated heterocyclic ring attached to the 3 position of the pyrazolo[5,1 -c]-1 ,2,4-triazole. The 5 member ring and 
the 6 member ring may be further substituted without limitations. The 5 member ring and the 6 member ring may also 
comprise a part of a larger multi-ring heterocyclic substituent on the 3 position of the pyrazolo[5,1 -c]-1 ,2,4-triazole cou- 
pler. Examples of the 5 member or 6 member heterocyclic rings are described above for coupler structure I. The hete- 
55 rocyclic rings may further be substituted as described above for coupfer structure I. The R-, substituent of dye structure 
II is also described above for coupler structure I. 

[0027] In the novel dye structure II the substituents Rn represents one or more substituents defining typical ami- 
nophenol and p-phenylenediamine derivatives which may include but are not limited by the following: o-aminophenol, 
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p-aminophenol, 5-amino-2-hydroxytoluene, 2-amino-3-hydroxytoluene, 2-hydroxy-3-amino-1,4-dimethylbenzene, N,N- 
diethyt-p-phenylenediamine, 2-amino-5-diethytaminotoluene, 2-amino-5-(N-ethyl-N-lauryJamino)toluene, 4-[N-ethyl-N- 
(beta-hydroxyethyl)amino]aniline. 2-methy!^-[N-ethyl-N-{beta-hydroxyethyl)amino]anjline, 4-antino-3-methyl-N-ethyl- 
N-[beta-(methanesulfonamido)ethyf]aniline. N-(2-arrrino-5-diethyiaminophenylethyl)methanesulfonamide, N.N-dime- 

5 thyl-p-phenylenediamine monohydrochloride, 4-N,N<liethyl-2-methylpheny!enediamine monohydrochloride, 4 -{N- 
ethyl-N-2-methanesulfonylaminoethyl)-2-methylphenylenediamine sesquisuffate monohydrate. 4-(N-ethyl-N-2-hydrox- 
yethyi)-2-methylphenylenediamine sulfate. 4-amino-3-methyl-N-ethyl-N-methoxyethylaniline, 4-amino-3-methyl-N- 
ethyl-N-b eta-ethoxy ethylaniline, 4-amino-3-methyl-N-ethyl-N-beta-bLftoxyethylaniIine. and 4 -N,N-diethyl- 2 , 2 ’- 

methanesuffonylaminoethylphenylenediamine hydrochloride. 

io [0028] Particularly preferred are the p-phenyienediamines and especially the N.N-dialkyl-p-phenylenediamines in 
which the alkyl groups or the aromatic nucleus can be substituted or unsubstituted. 

[0029] Hereunder, the typical examples of the azomethine dyes relating to the present invention will be given. How- 
ever, the present invention shall not be limited thereto. 
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[0030] Unless otherwise specifically stated, use of the term "substituted" or "substituent" means any group or atom 
other than hydrogen. Additionally, when the term "group" is used, it means that when a substituent group contains a 
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substitutable hydrogen, it is also intended to encompass not only the substituent's unsubstituted form, but also its form 
further substituted with any substituent group or groups as herein mentioned, so long as the substituent does not 
destroy properties necessary for photographic utility. Suitably, a substituent group may be halogen or may be bonded 
to the remainder of the molecule by an atom of carbon, silicon, oxygen, nitrogen, phosphorous, or sulfur. The substitu- 
s ent may be, for example, halogen, such as chlorine, bromine or fluorine; nitro; hydroxyl; cyano; carboxyl; or groups 
which may be further substituted, such as alkyl, including straight or branched chain or cyclic alkyl, such as methyl, tri- 
fluoromethyl, ethyl, f-butyl, 3-<2,4-di-t-pentylphenoxy) propyl, and tetradecyl; alkenyl, such as ethylene. 2-butene; 
alkoxy, such as methoxy, ethoxy, propoxy, butoxy, 2-methoxy ethoxy, sec-butoxy, hexyloxy, 2-ethylbexyloxy, tetradecy- 
loxy, 2-<2,4-di-/-pentylphenoxy)ethoxy, and 2-dodecyloxyethoxy; aryl such as phenyl, 4-t-butylphenyl, 2.4,6-trimethyl- 
10 phenyl, naphthyl; aryloxy, such as phenoxy, 2-methylphenoxy, alpha- or beta-naphthyioxy. and 4-tolyloxy; carbonamido, 
such as acetamido, benzamido, butyramido, tetradecanamido, alpha-(2,4-di-/-pentyl-phenoxy)acetamido, alpha-(2,4- 
di-f-pentylphenoxy)butyramido. alpha-(3-pentadecylphenoxy)-hexanamido, aipha-<4-hydraxy-3-/-butylphenoxy)-tetra- 
decanamido, 2-Qxo-pyrrolidin-t-yl, 2-oxo-5-tetradecylpyrrolin-1-yl, N-methyltetradecanamido, N-succinimido, N- 
phthalimido, 2,5-dioxo-1-oxazoIidinyl, 3-dodecyl-2,5-dioxo-1-imidazolyl. and N-acetyl-N<lodecylamino, ethoxycarbo- 
75 nylamino, phenoxycarbonylamino, benzyloxycarbonylamino, hexadecyloxycarbonylami no, 2 , 4 -di-t-butylp henoxy carbo- 
nyl amino, phenylcarbonylamino. 2.5-<di-f-pentylphenyl)carbonylamino, p-dodecyl-phenylcarbo nylamino, p- 

tol ylcarbony lami no, N-methylureido, N.N-dimethylureido, N-methyl-N-dodecylureido, N-hexadecylureido, N.N-diotfade- 
cylureido, N,N<Iioctyl-N-ethyiureido, N-phenylureido, N,N-diphenylureido, N-phenyl-N-p-tolylureido, N^m-hexadecyl- 
phenyQureido, N.N-(2,5<fi-f-pentylphenyl)-N’- ethyl ureido, and f-butylcarbonamido; sulfonamido, such as 

20 methyl sulfonamido, benzenesulfonamido, p-tolylsulfonamido, p-dodecyfoenzenesuKonarrido, N-methy (tetrad ecylsul- 
fonamido, N.N-dipropyl-sulfamoylamino, and hexadecylsuffonamido; sulfamoyl, such as N -methyl sulfamoyl, N-ethylsul- 
famoyl, N.N-dipropylsulfamoyl, N-hexadecylsulfaxnoyl, N.N-dimethylsulfamoyl; N-[3-<dodecyloxy)propyl]sulfamoyl, N- 
[4-(2,4<li-f-perrtylphenoxy)butyQsuffamoyl, N-methyl-N-tetradecylsuffamoyl, and N-dodecylsufemoyl; carbamoyl, such 
as N-methy Icarbamoyl, N,N-dibutylcarbamoyl, N-octadecyl carbamoyl, N-[4-(2,4<li-^-pentylphenoxy)butyl]carbamoyl, 
25 N-metbyl-N-tetradecyl carbamoyl, and N.N-dioctylcarbamoyl; acyl, such as acetyl, (2,4-di-t-amylphenoxy)acetyl, phe- 

noxycarbonyl, p-dodecyloxyphenoxycarbonyl methoxycarbonyl, butoxycarbonyl, tetradecyloxycarbonyl, ethoxycarbo- 
nyl, benzyloxy carbonyl, 3 -pentad ecy foxy carbonyl, and dodecyloxy carbonyl; sulfonyl, such as methoxy sutfonyl, 
octyloxysulfonyl, tetradecyloxysulfonyl, 2-ethylhexyloxysulfonyi, phenoxysulfonyi, 2,4-di-f-pentylphenoxysulfonyl, meth- 
ylsulfonyl, octytsulfonyl, 2-ethyihexylsulfonyl. dodecyisulfonyl, hexadecylsulfonyl, phenyl sulfonyl, 4-nonylphenylsuffonyl, 
30 and p-tolylsulfonyl; sulfonyloxy, such as dodecylsulfonyloxy. and hexadecylsulfonyloxy; sulfinyl, such as methylsuffinyl! 
octylsulfinyl, 2-ethylhexylsutfinyl, dodecylsulfinyl, hexadecylsulfinyl, phenylsulfinyl, 4-nonylphenylsulfinyl, and p-tofyl- 
sulfinyl; thio, such as ethylthio, octylthio, benzylthio, tetradecylthio, 2-(2,4-di-/ i -pentylphenoxy)ethylthio, phenylthio, 2- 
butoxy-5-t-octylphenylthio, and p-tolylthio; acyloxy, such as acetyloxy, benzoyloxy, octadecanoyloxy, p- 
dodecylamidobenzoyloxy, N-phenylcarbamoyloxy, N-ethylcarbamoyloxy, and cyclohexylcarbonyloxy; amine, such as 
35 phenylanilino, 2-chloroaniiino, diethylamine, dodecylamine; imino, such as 1 -(N-phenylimido)ethyl. N-succinimido or 3- 
benzylhydantoinyl; phosphate, such as dimethylphosphate and ethylbuty (phosphate; phosphite, such as diethyl and 
dihexylphosphite, a heterocyclic group, a heterocyclic oxy group or a heterocyclic thio group, each of which may be sub- 
stituted and which contain a 3 to 7 membered heterocyclic ring composed of carbon atoms and at least one hetero atom 
selected from the group consisting of oxygen, nitrogen and sulfur, such as 2-furyl, 2-thienyl, 2-benzimidazolyloxy or 2- 
40 benzothiazolyi; quaternary ammonium, such as triethylammonium; and silyioxy, such as trimethyisilyloxy. 

[0031 ] If desired, the substituents may themselves be further substituted one or more times with the described sub- 
stituent groups. The particular substituents used may be selected by those skilled in the art to attain the desired photo- 
graphic properties for a specific application and can include, for example, hydrophobic groups, solubilizing groups, 
blocking groups, releasing or releasable groups, etc. When a molecule may have two or more substituents, the substit- 
45 uents may be joined together to form a ring such as a fused ring unless otherwise provided. Generally, the above groups 

and substituents thereof may include those having up to 48 carbon atoms, typically 1 to 36 carbon atoms and usually 
less than 24 carbon atoms, but greater numbers are possible depending on the particular substituents selected. 

[0032] The materials of the invention can be used in any of the ways and in any of the combinations known in the 
art Typically, the invention materials are incorporated in a melt and coated as a layer described herein on a support to 
so form part of a photographic element. When the term "associated" is employed, it signifies that a reactive compound is 
in or adjacent to a specified layer where, during processing, it is capable of reacting with other components. 

[0033] ^ To control the migration of various components, it may be desirable to include a high molecular weight hydro- 

phobe or "ballast" group in coupler molecules. Representative ballast groups include substituted or unsubstituted alkyl 
or aryl groups containing 8 to 48 carbon atoms. Representative substituents on such groups include alkyl, aryl, alkoxy, 
55 aryloxy, alkyfthio, hydroxy, halogen, alkoxycarbonyl, aryloxcarbonyl, carboxy, acyl, acyloxy, amino, anilino, carbonamido! 
carbamoyl, alkylsuifonyl, arylsulfonyt, sulfonamido, and sulfamoyl groups wherein the substituents typically contain 1 to 
42 carbon atoms. Such substituents can also be further substituted. 

[0034] The photographic elements can be single color elements or multicolor elements. Multicolor elements contain 
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image dye-forming units sensitive to each of the three primary regions of the spectrum. Each unit can comprise a single 
emulsion layer or multiple emulsion layers sensitive to a given region of the spectrum. The layers of the element includ- 
ing the layers of the image-forming units, can be arranged in various orders as known in the art. In an alternative format, 
the emulsions sensitive to each of the three primary regions of the spectrum can be disposed as a single segmented 
5 layer. 

[0035] A typical multicolor photographic element comprises a support bearing a cyan dye image-forming unit com- 
prised of at least one red-sensitive silver halide emulsion layer having associated therewith at least one cyan dye-form- 
ing coupler, a magenta dye image-forming unit comprising at least one green-sensitive silver halide emulsion layer 
having associated therewith at least one magenta dye-forming coupler, and a yellow dye image-forming unit comprising 
to at least one blue-sensitive silver halide emulsion layer having associated therewith at least one yellow dye-forming cou- 
pler. The element can contain additional layers, such as filter layers, interlayers, overcoat layers, subbing layers, and the 
like. 

[0036] If desired, the photographic element can be used in conjunction with an applied magnetic layer as described 
in Research, Disclosure. November 1992, Item 34390 published by Kenneth Mason Publications, Ltd., Dudley Annex, 
is 12a North Street, Emsworth, Hampshire P010 7DQ, ENGLAND, and as described in Hatsumi Kyoukai Koukai Gihou 
No. 94-6023, published March 15. 1994, available from the Japanese Patent Office. When it is desired to employ the 
inventive materials in a small format film, Research Disclosure. June 1 994, Item 36230, provides suitable embodiments. 
[0037] In the following discussion of suitable materials for use in the emulsions and elements of this invention, ref- 
erence will be made to Research Disclosure. September 1996, Item 38957, available as described above, which is 
20 referred to herein by the term "Research Disclosure". 

[0038] Except as provided, the silver halide emulsion containing elements employed in this invention can be either 
negative- working or positive-working as indicated by the type of processing instructions (i.e. color negative, reversal, or 
direct positive processing) provided with the element. Suitable emulsions and their preparation as well as methods of 
chemical and spectral sensitization are described in Sections I through V. Various additives such as UV dyes, brighten- 
25 ers, antifoggants, stabilizers, light absorbing and scattering materials, and physical property modifying addenda such 
as hardeners, coating aids, plasticizers, lubricants and matting agents are described, for example, in Sections II and VI 
through VIII. Color materials are described in Sections X through XIII. Suitable methods for incorporating couplers and 
dyes, including dispersions in organic solvents, are described in Section X(E). Scan facilitating is described in Section 
XIV. Supports, exposure, development systems, and processing methods and agents are described in Sections XV to 
30 XIX. The information contained in the September 1994 Research Disclosure. Item No. 36544 referenced above, is 
updated in the September 1996 Research Disclosure. Item No. 38957. Certain desirable photographic elements and 
processing steps, including those useful in conjunction with color reflective prints, are described in Research Disclo- 
sure. Item 37038, February 1995. 

[0039] Coupling-off groups are well known in the art. Such groups can determine the chemical equivalency of a 
35 coupler, i.e., whether it is a 2-equivalent or a 4-equivalent coupler, or modify the reactivity of the coupler. Such groups 
can advantageously affect the layer in which the coupler is coated, or other layers in the photographic recording mate- 
rial, by performing, after release from the coupler, functions such as dye formation, dye hue adjustment development 
acceleration or inhibition, beach acceleration or inhibition, electron transfer facilitation, color correction and the like. 
[0040] The presence of hydrogen at the coupling site provides a 4-equivalent coupler, and the presence of another 
40 coupling-off group usually provides a 2-equivalerrt coupler. Representative classes of such coupling-off groups include, 
for example, chloro, alkoxy, axyloxy, hetero-oxy, sulfonyloxy, acyioxy, acyl, heterocyclyl, sulfonamide, mercaptotetrazole, 
benzothiazole, mercaptopropionic acid, phosphonyloxy, arylthio, and arylazo. These coupling-off groups are described 
in the art. for example, in OS-A-2,455,169, US-A-3,227,551, US-A-3.432,521, US-A-3.476,563, US-A-3, 6 17,291, US- 
A-3,880,661, US-A-4,052,212 and US-A-4,134,766; and in UK. Patents and published application Nos. 1,466,728, 
45 1,531 ,927, 1 ,533,039, 2,006, 755A and 2,01 7.704A. 

[0041] Image dye-forming couplers may be included in the element such as couplers that form cyan dyes upon 
reaction with oxidized color developing agents which are described in such representative patents and publications as: 
"Farbkuppler-eine Literature Ubersicht," published in Agfa Mitteilungen, Band III, pp. 156-175 (1961) as well as in US- 
A-2,367,531: US-A-2, 423, 730: US-A-2,474,293; US-A-2, 772,1 62; US-A-2,895,826; US-A-3.002,836; US-A-3, 034,892; 
so US-A-3.04 1.236; US-A-4,333,999; US-A-4,746.602; US-A-4, 753.871; US-A-4,770,988; US-A-4,775,616; US-A- 

4,818,667; US-A-4, 8 18,672; US-A-4,822,729; US-A-4 ,839, 267; US-A-4, 840, 883; US-A-4, 849, 328; US-A-4, 865, 961 ; 
US-A-4,873.183; US-A-4, 883, 746; US-A-4, 900 ,656; US-A-4, 904, 575; US-A-4,916,051; US-A-4, 921 ,783; US-A- 

4,923,791; US-A-4, 950, 585; US-A-4, 971 ,898; US-A-4, 990, 436; US-A-4,996,139; US-A-5,008, 1 80; US-A-5,0 15,565; 
US-A-5,01 1,765; US- A-5, 01 1,766; US-A-5, 01 7,467; US-A-5,045,442; US-A-5,051,347; US-A-5,061 ,613; US-A- 

55 5,071,737; US-A-5, 075,207; US-A-5,091 ,297; US- A-5, 094, 938; US-A-5. 104, 783; US-A-5, 178,993; US-A-5,81 3,729; 
US-A-5, 187,057; US-A-5,1 92,651 ; US-A-5, 200, 305 US-A-5, 202, 224; US-A-5.206,130; US-A-5,208,141 ; US-A- 

5,210,011; US-A-5, 21 5,871; US- A-5, 223, 386; US-A-5, 227, 287; US- A-5, 256, 526; US-A-5, 258, 270; US-A-5,272,051 ; 
US-A-5, 306, 610; US- A-5, 326, 682; US-A-5, 366.856; US-A-5, 378, 596; US-A-5, 380, 638; US-A-5, 382, 502; US-A- 
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5,384,236; US-A-5, 397,691; US-A-5,415,990; US-A-5.434,034; US-A-5,441,863; EPO 0 246 616; EPO 0 250 201; 
EPOO 271 323; EPO 0 295 632; EPO 0 307 927; EPO 0 333 185; EPO 0 378 898; EPO 0 389 817; EPO 0 487 111; 
EPO 0 488 248; EPO 0 539 034; EPO 0 545 300; EPO 0 556 700; EPO 0 556 777; EPO 0 556 858; EPO 0 569 979; 
EPO 0 608 133; EPO 0 636 936; EPO 0 651 286; EPO 0 690 344; German OLS 4,026,903; German OLS 3.624,777. 
5 and German OLS 3,823,049. Typically such couplers are phenols, naphtols, or pyrazoloazoles. 

[0042] Couplers that form magenta dyes upon reaction with oxidized color developing agent are described in such 
representative patents and publications as; "Farbkuppler-eine Literature Ubersicht" published in Agfa Mitteilungen, 
Band III. pp. 126-156 (1961) as well as US-A-2,31 1,082 and US-A-2,369.489; US-A-2,343,701 ; US-A-2.600.788; US- 
A-2,908,573; US-A-3,062, 653 ; US-A-3, 152,896; US-A-3,51 9.429; US-A-3, 758,309; US-A-3,935,015; US-A-4,540.654; 
io US- A-4, 745.052; US-A-4,762,775; 4,791,052; US-A-4,81 2,576; US-A-4,835,094; US-A-4,840.877; US-A-4, 845,022; 

US-A-4, 853,319; US-A-4, 868,099; US- A-4, 865, 960; US- A-4, 87 1,652; US-A-4,876,182; US-A-4, 892, 805; US-A- 

4,900,657; US-A-4,910,124; US-A-4,914,013; US- A-4,92 1,968; US-A-4, 929,540; US-A-4, 933, 465; US-A-4, 942,1 16; 
US-A-4, 942, 11 7; US-A-4, 942.1 18; US- A-4, 959,480; US-A-4, 968, 594; US-A-4, 988, 614; US- A-4, 992, 36 1 ; US-A- 

5,002,864; US-A-5, 021 ,325; US-A-5,066,575; US-A-5,068,171 ; US-A-5,071,739; US-A-5, 100, 772; US-A-5. 1 10,942; 
is US-A-5, 11 6,990; US-A-5, 1 18,812; US-A-5, 134,059; US-A-5,155,016; US-A-5, 183, 728; US-A-5,234,805; US-A- 

5,235,058; US-A-5, 250, 400; US-A-5, 254, 446; US-A-5, 262, 292; US-A-5.300,407; US-A-5, 302, 496; US-A-5,336,593; 
US-A-5, 350,667; US-A-5, 395, 968; US-A-5,354,826; US-A-5, 358, 829; US-A-5,368,998; US-A-5,378,587; US-A- 

5,409,808; US-A-5.41 1,841; US-A-5.41 8,1 23; US-A-5,424,179; EPO 0 257 854; EPO 0 284 240; EPOO 341 204; EPO 
347,235; EPO 365,252; EPO 0 422 595; EPO 0 428 899; EPO 0 428 902; EPO 0 459 331 ; EPO 0 467 327; EPO 0 476 
20 949; EPO 0 487 081 ; EPO 0 489 333; EPO 0 512 304; EPO 0 515 128; EPO 0 534 703; EPO 0 554 778; EPO 0 558 

145; EPO 0 571 959; EPO 0 583 832; EPO 0 583 834; EPO 0 584 793; EPO 0 602 748; EPO 0 602 749; EPO 0 605 
918; EPO 0 622 672; EPO 0622 673; EPO 0 629 912; EPO 0 646 841 , EPO 0 656 561 ; EPO 0 660 1 77; EPO 0 686 
872; WO 90/10253; WO 92/09010; WO 92/10788; WO 92/12464; WO 93/01523; WO 93/02392; WO 93/02393; WO 
93/07534; UK Application 2,244,053; Japanese Application 03192-350; German OLS 3,624,103; German OLS 
25 3,912,265; and German OLS 40 08 067. Typically such couplers are pyrazolones, pyrazoloazoles, or pyrazolobenzimi- 

dazoles that form magenta dyes upon reaction with oxidized color developing agents. 

[0043] Couplers that form yellow dyes upon reaction with oxidized color developing agent are described in such 
representative patents and publications as: "Farbkuppler-eine Literature Ubersicht," published in Agfa Mitteilungen; 
Band III; pp. 112-126 (1961); as well as US-A-2, 298,443; US-A-2,407,210; US- A-2, 875,057; US-A-3,048.194; US-A- 
30 3,265,506; US-A-3. 447, 928; US-A-4, 022, 620; US-A-4, 443, 536; US-A-4, 758, 501; US-A-4, 791, 050; US-A-4, 824, 771; 

US-A-4, 824,773; US-A-4,855,222; US-A-4.978,605; US-A-4, 992,360; US-A-4, 994, 361; US-A-5. 02 1,333; US-A- 
5,053,325; US-A-5.066,574; US-A-5, 066, 576; US-A-5. 100,773; US-A-5, 11 8,599; US-A-5, 143, 823; US-A-5. 187,055; 
US-A-5, 190,848; US-A-5,2 13,958; US-A-5, 21 5,877; US-A-5,21 5,878; US-A-5,2 17,857; US-A-5,219.716; US-A- 
5,238,803; US-A-5.283,166; US-A-5, 294, 531; US-A-5,306,609; US-A-5,328,818; US-A-5, 336, 591 ; US-A-5, 338,654; 
35 US-A-5, 358,835; US-A-5,358,838; US-A-5, 360, 71 3; US-A-5,362,617; US-A-5,382,506; US-A-5,389,504; US-A- 

5,399,474;. US-A-5, 405, 737; US-A-5.41 1 ,848; US-A-5, 427.898; EPO 0 327 976; EPO 0 296 793; EPO 0 365 282; EPO 
0 379 309; EPO 0 415 375; EPO 0 437 818; EPO 0 447 969; EPO 0 542 463; EPO 0 568 037; EPO 0 568 196; EPO 0 
568 777; EPO 0 570 006; EPO 0 573 761 ; EPO 0 608 956; EPO 0 608 957; and EPO 0628 865. Such couplers are 
typically open chain ketomethylene compounds. 

40 [0044] Couplers that form colorless products upon reaction with oxidized color developing agent are described in 

such representative patents as: UK. 861,138; US-A-3. 632, 345; US-A-3. 928, 041; US-A-3, 958, 993 and US-A- 
3,961 ,959. Typically such couplers are cyclic carbonyl containing compounds that form colorless products on reaction 
with an oxidized color developing agent 

[0045] Couplers that form black dyes upon reaction with oxidized color developing agent are described in such rep- 
45 resentative patents as US-A-1 ,939,231; US- A-2. 18 1,944; US-A-2,333,106; and US-A-4, 126,461; German OLS No. 
2,644,194 and German OLS No. 2,650,764. Typically, such couplers are resorcinols or m-aminophenols that form black 
or neutral products on reaction with oxidized color developing agent 

[0046] In addition to the foregoing, so-called "universal" or "washout" couplers may be employed. These couplers 
do not contribute to image dye-formation. Thus, for example, a naphthol having an unsubstituted carbamoyl or one sub- 
50 stituted with a tow molecular weight substituent at the 2- or 3- position may be employed. Couplers of this type are 
described, for example, in US-A-5, 026, 628, US-A-5, 15 1,343, and US-A-5, 234, 800. 

[0047] It may be useful to use a combination of couplers any of which may contain known ballasts or coupling-off 
groups such as those described in US-A-4, 301, 235; US-A-4, 853, 31 9 and US-A-4, 351 ,897. The coupler may contain 
solubilizing groups such as described in US-A-4, 482,629. The coupler may also be used in association with "wrong" 
55 colored couplers (e.g. to adjust levels of interlayer correction) and, in color negative applications, with masking couplers 
such as those described in EP 213.490; Japanese Published Application 58-172,647; US-A-2,983,608; US-A- 
4,070,191; and US-A-4, 273.861; German Applications DE 2.706,117 and DE 2,643,965; Uk. Patent 1,530,272; and 
Japanese Application 58-113935. The masking couplers may be shifted or blocked, if desired. 
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[ 0048 ] Typically, couplers are incorporated in a silver halide emulsion layer in a mole ratio to silver of 0.05 to 1 .0 and 
generally 0.1 to 0.5. Usually the couplers are dispersed in a high-boiling organic solvent in a weight ratio of solvent to 
coupler of 0.1 to 10.0 and typically 0.1 to 2.0 although dispersions using no permanent coupler solvent are sometimes 
employed. 

5 [ 0049 ] The invention materials may be used in association with materials that release Photographically Useful 

Groups (PUGS) that accelerate or otherwise modify the processing steps e.g. of bleaching or fixing to improve the qual- 
ity of the image. Bleach accelerator releasing couplers such as those described in EP 193,389; EP 301,477; US-A- 
4,163,669; US-A-4,865,956, and US-A-4,923,784, may be useful. Also contemplated is use of the compositions in 
association with nucleating agents, development accelerators or their precursors (UK Patent 2,097,140; UK. Patent 
io 2,131,188); electron transfer agents (US-A-4,859,578; US-A-4,91 2,025); antifogging and anti color-mixing agents such 
as derivatives of hydroquinones, aminophenols, amines, gallic acid; catechol; ascorbic add; hydrazides; sulfonamido- 
phenols; and non color-forming couplers. 

[ 0050 ] The invention materials may also be used in combination with filter dye layers comprising colloidal silver sol 
or yellow, cyan, and/or magenta filter dyes, either as oil-in-water dispersions, latex dispersions or as solid partide dis- 
15 persions. Additionally, they may be used with "smearing'* couplers (e.g. as described in US-A-4, 366,237; EP 96,570; 
US-A-4,420,556; and US-A-4,543,323.) Also, the compositions may be blocked or coated in protected form as 
described, for example, in Japanese Application 61/258,249 or US-A-5,01 9,492. 

[ 0051 ] The invention materials may further be used in combination with image-modifying compounds that release 
PUGS such as "Developer Inhibitor-Releasing" compounds (DIR's). DIR's useful in conjunction with the compositions 
20 of the invention are known in the art and examples are described in US-A-3, 137,578; US- A-3, 148,022; US-A- 
3,148,062; US-A-3, 227, 554; US-A-3, 384, 657; US-A-3, 379, 529; US-A-3, 61 5,506; US-A_3,61 7,291 ; US-A-3, 620, 746; 
US- A-3, 70 1,783; US- A-3, 733 .201 ; US-A-4, 049.455; US-A-4, 095, 984; US-A-4, 126.459; US-A-4, 149, 886; US-A- 

4,150,228; US-A-4, 2 11,562; US-A-4, 248,962; US-A-4, 259.437; US-A-4.362,878; US-A-4, 409, 323; US-A-4, 477, 563; 
US-A-4, 782, 012; US-A-4,962,018; US-A-4, 500, 634; US-A-4,579,816; US-A-4, 607,004; US-A-4,618,571; US-A- 

25 4,678,739; US-A-4, 746, 600; US-A-4, 746, 601; US-A-4, 79 1,049; US-A-4, 857, 447; US-A-4, 865, 959; US-A-4, 880,342; 
US-A-4, 886, 736; US-A-4, 937,1 79; US-A-4, 946, 767; US-A-4, 948,71 6; US-A-4, 952,485; US-A-4,956,269; US-A- 

4,959,299; US-A-4, 966,835; US-A-4, 985, 336 as well as in patent publications GB 1,560,240; GB 2,007,662; GB 

2,032,914; GB 2,099,167; DE 2,842,063, DE 2,937,127; DE 3,636,824; DE 3,644,416 as well as the following Euro- 
pean Patent Publications: 272,573; 335,319; 336,411; 346,899; 362,870; 365,252; 365,346; 373,382; 376,212; 
30 377,463; 378,236; 384,670; 396,486; US-A-401,612; US-A-01,613. 

[0052] Such compounds are also disclosed in "Developer-Inhibitor-Releasing (DIR) Couplers for Color Photogra- 
phy," C. R. Barr, J.R. Thirtle and P.W. Vittum in Photographic Science and Engineering, Vol. 1 3, p. 1 74 (1 969). Generally, 
the developer inhibitor-releasing (DIR) couplers include a coupler moiety and an inhibitor coupling-off moiety (IN). The 
inhibitor-releasing couplers may be of the time-delayed type (DIAR couplers) which also indude a timing moiety or 
35 chemical switch which produces a delayed release of inhibitor. Examples of typical inhibitor moieties are: oxazoles, thi- 
azoles, diazoles, triazoles, oxadi azoles, thiadiazoles. oxathiazoles, thiatriazoles, benzotriazoles, tetrazoies, benzimida- 
zoles, indazoles, isoindazoles, mercaptotetrazoles, selenotetrazoles, mercaptobenzothi azoles, selenobenzothiazoles, 
mercaptobenzoxazoles, selenobenzoxazoles, mercaptobenz imidazoles, selenobenzimidazoles, benzodiazoles, mer- 
captooxazdes, mercaptothiadiazoies, mercaptothiazoles, mercaptotriazoles, mercaptooxadiazoles, mercaptodiazoles, 
40 mercaptooxathiazoles, telleurotetrazdes or benzisodiazoies. In a preferred embodiment, the inhibitor moiety or group 
is selected from the following formulas: 



55 

wherein R, is selected from the group consisting of straight and branched alkyls of from 1 to about 8 carbon atoms, ben- 
zyl, phenyl, and alkoxy groups and such groups containing none, one or more than one such substituent; R M is selected 
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from R, and -SR,; R n , is a straight or branched alkyl group of from 1 to 5 carbon atoms and m is from 1 to 3* and R IV is 
fr ° m me Sr ° UP consistln 9 hydrogen, halogens and alkoxy, phenyl and carbonamido groups. -COORw and - 
NHCOORv wherein Rv is selected from substituted and unsubstrtuted alkyl and aryl groups. 

[0053] Although it is typical that the coupler moiety included in the developer inhtoitor-releasing coupler forms an 
image dye corresponding to the layer in which it is located, it may also form a different color as one associated with a 
different film layer. It may also be useful that the coupler moiety included in the developer inhibitor-releasing coupler 
forms colorless products and/or products that wash out of the photographic material during processing (so-called -uni- 
versal" couplers). 

[0054] A compound such as a coupler may release a PUG directly upon reaction of the compound during process- 
ing. or indirectly through a timing or linking group. A timing group produces the time-delayed release of the PUG such 
groups using an intramolecular nucleophilic substitution reaction (US-A-4.248,962); groups utilizing an electron transfer 
reaction along a conjugated system (US-A-4,409,323; 4.421.845: 4.861.701. Japanese Applications 57-188035- 58- 

“ 8 COUP ' er ° f reduCing agent after ,he cou P |er taction (US-A- 
4 438,1 !» US-A-4 618.571) and groups that combine the features describe above. It is typical that the timing group is 
of one of the formulas: y a H 



30 


35 


40 


wherem IN is the inhibitor moiety, Rvu is selected from the group consisting of nitro, cyano, alkyisulfonyl; sulfamoyl; and 
suffonamido groups; a is 0 or 1 ; and R V) is selected from the group consisting of substituted and unsubstituted afkyi and 
phenyl groups The oxygen atom of each timing group is bonded to the coupling-off position of the respective coupler 
moiety of the DIAR. 


[0055] The timing or linking groups may also function by electron transfer down an unconjugated chain Linking 
groups are known in the art under various names. Often they have been referred to as groups capable of utilizing a 
hemiacetal or iminoketa! cleavage reaction or as groups capable of utilizing a cleavage reaction due to ester hydrolysis 
such as US-A-4, 546, 073. This electron transfer down an unconjugated chain typically results in a relatively fast decom- 
position and the production of carbon dioxide, formaldehyde, or other low molecular weight by-products. The groups are 
exemplified in EP 464,612, EP 523,451, US-A-4, 146,396, Japanese Kokai 60-249148 and 60-249149. 

[0056] Suitable developer inhibitor-releasing couplers for use in the present invention include, but are not limited to 
the following: * 


45 
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55 [0057] It is also contemplated that the concepts of the present invention may be employed to obtain reflection color 

prints as described in Research Disclosure. November 1979, Item 18716, available from Kenneth Mason Publications, 
Ltd, Dudley Annex, 12 North Street, Emsworth, Hampshire P0101 7DQ, England. Materials of the invention may be 
coated on pH adjusted support as described in US-A-4, 9 17,994; on a support with reduced oxygen permeability (EP 
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553,339); with epoxy solvents (EP 164,961); with nickel complex stabilizers (US-A-4,346,165; US-A. -4, 540.653 and 
US-A-4,906,559 for example); with ballasted chelating agents such as those in US-A-4.994,359 to reduce sensitivity to 
polyvalent cations such as calcium; and with stain reducing compounds such as described in US-A-5,068,171. Other 
compounds useful in combination with the invention are disclosed in Japanese Published Applications described in 
5 Derwent Abstracts having accession numbers as follows: 90-072,629, 90-072,630; 90-072,631; 90-072,632; 90- 
072.633 ; 90-072,634; 90-077,822; 90-078.229; 90-078,230; 90-079,336; 90-079,337; 90-079.338; 90-079,690; 90- 
079,691; 90-080,487; 90-080,488; 90-080,489; 90-080,490; 90-080,491; 90-080.492; 90-080.494; 90-085,928; 90- 
086,669; 90-086,670; 90-087,360; 90-087,361; 90-087,362; 90-087,363; 90-087,364; 90-088,097; 90-093,662; 90- 
093,663; 90-093,664; 90-093,665; 90-093,666; 90-093,668; 90-094,055; 90-094,056; 90-103,409; 83-62,586; 83- 
10 09,959. 

[0058] Conventional radiation-sensitive silver halide emulsions can be employed in the practice of this invention. 
Such emulsions are illustrated by Research Disclosure , Item 38755, September 1996, I. Emulsion grains and their 
preparation. 

[0059] Especially useful in this invention are tabular grain silver halide emulsions. Tabular grains are those having 
is two parallel major crystal faces and having an aspect ratio of at least 2. The term "aspect ratio" is the ratio of the equiv- 
alent circular diameter (ECD) of a grain major face divided by its thickness (t). Tabular grain emulsions are those in 
which the tabular grains account for at least 50 percent (preferably at least 70 percent and optimally at least 90 percent) 
of the total grain projected area. Preferred tabular grain emulsions are those in which the average thickness of the tab- 
ular grains is less than 0.3 micrometer (preferably thin-that is, less than 0.2 micrometer and most preferably ultrathin— 
20 that is, less than 0.07 micrometer). The major faces of the tabular grains can lie in either {1 1 1) or { 100} crystal planes. 
The mean ECD of tabular grain emulsions rarely exceeds 1 0 micrometers and more typically is less than 5 micrometers. 
[0060] In their most widely used form tabular grain emulsions are high bromide {111} tabular grain emulsions. Such 
emulsions are illustrated by Kbfron et al US-A-4,439,520, Wilgus et al US-A-4,434,226, Solberg et al US-A-4, 433.048, 
Maskasky US-A-4,435,501, US-A-4, 463, 087 and US-A-4, 173, 320, Daubendiek et al US-A-4,41 4,310 and US-A- 
25 4,914,014, Sowinski et al US-A-4,656,122. Piggin et al US-A-5,061,616 and US-A-5,061 ,609, Tsaur et al US-A- 

5,147,771, '772, '773, US-A-5,171,659 and US-A-5,252,453, Black et al US-A-5,219,720 and US-A-5,334,495, Delton 
US-A-5, 31 0,644, US-A-5, 372,927 and US-A-5, 460,934, Wen US-A-5,470,698. Fenton et al US-A-5,476,760, Eshel- 
man et al US-A-5,612,,175 and US-A-5.61 4,359, and Irving et al US-A-5, 667, 954. 

[0061] Ultrathin high bromide {111} tabular grain emulsions are illustrated by Daubendiek et al US-A-4, 672, 027, 
30 US-A-4,693,964, US-A-5, 494, 789. US-A-5. 503, 971 and US-A-5,576,168, Antoniades et al US-A-5, 250,403, am et al 
US-A-5, 503, 970, Deaton et al US-A-5, 582, 965, and Maskasky US-A-5, 667, 955. 

High bromide {100} tabular grain emulsions are illustrated by Mignot US-A-4,386,156 and US-A-5, 386, 156. 

[0062] High chloride {111} tabular grain emulsions are illustrated by Wey US-A-4,399,215, Wey et al US-A- 
4,414,306, Maskasky US-A-4,400,463, US-A-4, 71 3,323, US-A-5, 06 1,61 7, US-A-5. 178,997, US-A-5, 183, 732, US-A- 
35 5,185.239. US-A-5, 399.478 and US-A-5,41 1.852, and Maskasky et al US- A-5, 1 76,992 and US-A-5. 178,998. Ultrathin 
high chloride {111} tabular grain emulsions are illustrated by Maskasky US-A-5,271 ,858 and US-A-5,389,509. 

[0063] High chloride {100} tabular grain emulsions are illustrated by Maskasky US-A-5, 264, 337, US-A-5,292,632, 
US-A-5,275,930 and US-A-5, 399,477, House et al US-A-5, 320, 938, Brust et al US-A-5,3 14,798. Szajewski et al US-A- 
5,356,764, Chang et a) US-A-5,41 3,904 and US- A-5, 663, 041, Oyamada US-A-5. 593, 821, Yamashita et al US-A- 
40 5,641 ,620 and US- A-5, 652, 088, Saitou et al US-A-5,652,089, and Oyamada et al US- A-5, 665, 530. Ultrathin high chlo- 

ride {100} tabular grain emulsions can be prepared by nucleation in the presence of iodide, following the teaching of 
House et al and Chang et al, cited above. 

[0064] The emulsions can be surface-sensitive emulsions, i.e., emulsions that form latent images primarily on the 
surfaces of the silver halide grains, or the emulsions can form internal latent images predominantly in the interior of the 
45 silver halide grains. The emulsions can be negative- working emulsions, such as surface-sensitive emulsions or 
unfogged internal latent image-forming emulsions, or direct-positive emulsions of the unfogged, internal latent image- 
forming type, which are positive-working when development is conducted with uniform light exposure or in the presence 
of a nucleating agent. Tabular grain emulsions of the latter type are illustrated by Evans et al. US-A-4, 504, 570. 

[0065] Photographic elements can be exposed to actinic radiation, typically in the visible region of the spectrum, to 
so form a latent image and can then be processed to form a visible dye image. Processing to form a visible dye image 
includes the step of contacting the element with a color developing agent to reduce developable silver halide and oxi- 
dize the color developing agent. Oxidized color developing agent in turn reacts with the coupler to yield a dye. If desired 
"Redox Amplification" as described in Research Disclosure XVIIIB(5) may be used. 

[0066] With negative-working silver halide, the processing step described above provides a negative image. One 
55 type of such element referred to as a color negative film, is designed for image capture. Speed (the sensitivity of the 
clement to low light conditions) is usually critical to obtaining sufficient image in such elements. Such elements are typ- 
ically silver bromoiodide emulsions coated on a transparent support and are sold packaged with instructions to process 
in known color negative processes such as the Kodak C-41 process as described in The British Journal of Photography 
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Annual of 1 988, pages 191*1 98. If a color negative film element is to be subsequently employed to generate a viewable 
projection print as for a motion picture, a process such as the Kodak ECN-2 process described in the H-24 Manual avail- 
able from Eastman Kodak Co. may be employed to provide the color negative image on a transparent support Color 
negative development times are typically 3' 1 5" or less and desirably 90 or even 60 seconds or less. 

5 [0067] The photographic element of the invention can be incorporated into exposure structures intended for 

repeated use or exposure structures intended for limited use, variously referred to by names such as “single use cam- 
eras". "Ions with film", or "photosensitive material package units". 

[0068] Another type of color negative element is a color print. Such an element is designed to receive an image 
optically printed from an image capture color negative element A color print element may be provided on a reflective 
io support for reflective viewing (e.g. a snap shot) or on a transparent support for projection viewing as in a motion picture. 
Elements destined for color reflection prints are provided on a reflective support, typically paper, employ silver chloride 
emulsions, and may be optically printed using the so-called negative-positive process where the element is exposed to 
light through a color negative film which has been processed as described above. The element is sold packaged with 
instructions to process using a color negative optical printing process, for example the Kodak RA-4 process, as gener- 
is ally described in PCT WO 87/04534 or US-A-4,975,357, to form a positive image. Color projection prints may be proc- 
essed. for example, in accordance with the Kodak ECP-2 process as described in the H-24 Manual. Color print 
development times are typically 90 seconds or less and desirably 45 or even 30 seconds or less. 

[0069] A reversal element is capable of forming a positive image without optical printing. To provide a positive (or 
reversal) image, the color development step is preceded by development with a non-chromogenic developing agent to 
20 develop exposed silver halide, but not form dye. and followed by uniformly fogging the element to render unexposed sil- 
ver halide developable. Such reversal elements are typically sold packaged with instructions to process using a color 
reversal process such as the Kodak E-6 process as described in The British Journal of Photography Annual of 1988, 
page 1 94. Alternatively, a direct positive emulsion can be employed to obtain a positive image. 

[0070] The above elements are typically sold with instructions to process using the appropriate method such as the 
25 mentioned color negative (Kodak C-41), color print (Kodak RA-4), or reversal (Kodak E-6) process. 

[0071] Preferred color developing agents are p-phenylenediamines such as: 

4-amino-N,N-diethylaniline hydrochloride, 

4-amino-3-methyi-N,N-diethylaniline hydrochloride, 

30 4-amino-3-methyl-N-ethyi-N-(2-methanesuffonamidoethyl)aniIine sesquisuffate hydrate, 
4-amino-3-methyl-N-ethyl-N-(2-hydroxyethyl)aniline sulfate, 
4-amino-3-(2-methanesulfonamidoethyl)-N,N-diethylaniline hydrochloride, and 
4-amino-N-ethyl-N-(2-methoxyethyl)-m-toluidine di-p-toluene sulfonic acid. 

35 [0072] Color developers often include hydroxylanine or hydroxylanine derivatives as antioxidants. Some useful anti- 

oxidants include monoalkyl and dialkylhydroxylanines such as those having carboxy, hydroxy, sulfb, phospho, sulfona- 
mido and carbonamido substrtutents on one or more alkyl groups. 

[0073] Development is usually followed by the conventional steps of bleaching, fixing, or bleach-fixing, to remove 
silver or silver halide, washing, and drying. 

40 [0074] Couplers of the present invention can be prepared by simple reactions and methods described below. Typi- 

cal syntheses are illustrated by the following examples. 
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Example 1: Synthesis of Coupler 19, Method A 


[ 0076 ] 

25 


30 


35 


40 


45 


OC*H|t 





Coupler 18 


50 


4’-Pentoxyacetophenone, Intermediate- 19a. 

55 [ 0077 ] Into a 500 ml single neck round bottom flask was placed 300 ml of acetone, 46 grams (0.33 moles) of potas- 

sium carbonate. 35 grams (0.26 moles) of 4’-hydroxyacetophenone, and 40 grams (0.26 moles) of 1-bromopentane. 
The reaction was brought to reflux and held at reflux for 24 hours with stirring. After this time, an additional 5 ml of 1- 
bromopentane and 5 grams of potassium carbonate were added and the reflux was continued for an additional 24 
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hours. The reaction was cooled to room temperature and the precipitated potassium bromide was filtered off The fil- 
trate was concentrated to near dryness under vacuum and the residue dissolved in 200 ml ethyl acetate After extraction 
three times with 1 50 ml of water the organic phase was dried over magnesium sulfate, filtered, and concentrated to dry- 
ness to afford 53.8 grams (0.26 moles, 100% yield) of product. Pure by proton and carbon NMR; MS: [MH]+=207m/e 
I.S-Bis^-fperrtyloxyJphenylJ-I.S-propanedione, Inter mediate- 19b. 

[0078] Into a 250 ml three neck round bottom flask was placed 7.0 grams (1 75 mmoles) of sodium hydride (60% 
dispersion in oil) and 35 ml of ethylene glycol dimethyl ether. With stirring and under nitrogen was added dropwise a 
solution of 10.3 grams (50 mmoles) of lntermediate-19a and 11.1 grams (50 mmoles) of methyl 4-pentoxybenzoate 
(commercially available from Esprit Chemical Company) dissolved in 50 ml of ethylene glycol dimethyl ether The reac- 
tion was heated to reflux for 2 hours then held at 50‘C for 5 hours. After cooling to room temperature the excess sodium 
hydride was destroyed with mefoanol and the reaction was cooled to 0°C with an ice water bath. The reaction was neu- 
tralized with aqueous acetic acid and the yellow solid was collected by filtration and washed twice with 100 ml of water. 
The light yellow material was dried under vacuum overnight to afford 18.2 grams (46 mmoles, 92% yield) of product 
which was used without further purification. MS: [MH]+=397m/e. 4-Amino-2.4-dihydro-5-(3.5-bisr4-(pentyloxy)phenYn- 
1 H-pyrazol- 1 -yQ-3H-1 ,2.4-triazole-3-thione, Intermediate- 1 9c. 

[00791 Into a 1 liter three neck round bottom flask was placed 1 0 grams (68.5 mmoles) of Purpald (Aldrich Chemical 
Company), 200 ml of ethanol and 25 ml of concentrated hydrochloric add. The mixture was brought to reflux with stir- 
ring and 60 mi of water was added. To the hot reaction mixture was added 40.8 grams (103 mmoles) of intermediate- 
19b. The reaction was refluxed overnight then cooled to room temperature with an ice water bath. The resultant yellow 
precipitated product was collected by filtration then dissolved in 500 ml of ethyl acetate. After extraction three times with 
100 ml of water, the organic layer was dried over magnesium sulfate and concentrated to new dryness under vacuum 
The resultant yellow gummy product was slurried in 100 ml of diethyl ether. The insoluble material was collected and 
shown to be pure product. The ether filtrate was treated with 700 ml of heptane and stirred at room temperature over- 
night. The precipitated solid was collected and combined with the first collected product. 

[0080] After drying under vacuum, 29. 1 grams (57.5 mmoles, 84% yield) of product was obtained as a yellow solid 
Pure by proton and carbon NMR; MS: [MHJ+=507m/e. 


6-t-Butyl-3-(3,5-bis[4-(pentyloxy)phenyl]-1H-pyrazol-1-yl)-7H-1,2,4-triazolo[3.4-b][1,3,4]thiadiazine, lntermediate-19d. 

30 [0081] Into a 1 L single neck round bottom flask was placed 20 grams (39.5 mmoles) of lntermediate-19c and 315 

ml of ethanol. To the stirred slurry was added 5.45 grams (42.2 mmoles) of bromopinacolone. The reaction was stirred 
and brought to reflux for 2 hours. The product mixture was cooled to room temperature and concentrated to an oil under 
vacuum. The oil was treated with 20 ml of ethanol and 200 ml of isopropyl ether and stirred slowly for 1 hour. The result- 
ing solid was collected by filtration, washed with isopropyl ether and dried to afford 11.24 grams (19.2 mmoles 48 6% 
35 yield) of white product. Pure by proton and carbon NMR. MS: [MH]+=587m/e. 

6-t-Butyl-3-(3,5-bis[4-(perrtyloxy)phenyl]-1H-pyrazol-1-yl)-1H-pyrazolo[5,1-c]-1 t 2 t 4-triazole l Coupler 19. 

[0082] Into a 1 L single neck round bottom flask was placed 10.2 grams (17.4 mmoles) of Intermediate- 19d and 
40 430 ml of acetic anhydride. The mixture was stirred and heated at reflux for 3 hours. After cooling to room temperature, 

the mixture was concentrated under vacuum to an oil. The oil was dissolved in 105 ml of acetic acid and 61 ml of con- 
centrated hydrochloric acid was added. This mixture was heated at 100»C for 2.5 hours, then cooled to room tempera- 
ture, and poured into 1 70 ml of ice water. The mixture was neutralized with concentrated ammonium hydroxide and the 
precipitated product collected by filtration. After recrystallization from methanol 5.3 grams (9.57 mmoles 55% yield) of 
<s pure white Coupler 1 9 product was obtained, m.p. = 1 87- 1 88“C.. Pure by proton and carbon NMR, MS: [MH]+=555m/e 
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Example 2. Synthesis of Coupler 30, Method B. 
[0083] 



25 Purpald hydrochloride, lntermediate-30a. 

[0084] Into a 1 L round bottom flask was placed 50 grams (0.34 moles) of Purpald and 400 ml of water. To the 
stirred slurry at room temperature was added 100 ml of concentrated hydrochloric acid. The mixture was warmed and 
stirred until completely homogeneous. The clear colorless solution was concentrated to dryness under vacuum to afford 
30 62.2 grams (0.34 mmoles, 100% yield) of white powder product. 

6-t-Butyl-3-hydrazino-7H-1 ,2,4-triazolo[3,4-b][1,3,4]thiadiazine hydrochloride. Interm ediate-30b. 

[0085] Into a 1 L round bottom flask was placed 42.3 grams (0.23 moles) of lntermediate-30a and 300 ml of etha- 
35 nol. To the slurry at room temperature was added 46.2 grams (0.26 moles) of bromopinacolone. The reaction was 
refluxed for 3 hours with stirring. After cooling to room temperature the product mixture was concentrated to near dry- 
ness under vacuum and the wet slurry of product was diluted with 150 ml of acetonitrile. After stirring at room temper- 
ature for 30 minutes the product was collected by filtration and washed wit 50 ml of acetonitrile After drying under high 
vacuum, 56.1 grams (21 .4 mmoles, 93% yield) of slightly hydroscopic white powder product was obtained. MS: [MH]+= 
40 227m/e for the hydrazine base. 

2-(6-t-Butyl-7H-1 ,2,4-triazolo[3,4'b][1 ,3,4]thiadiazin-3-yl)-4-methyl-1 (2H)phthalazinone, Interm ediate-30c. 

[0086] Into a 1 00 mi round bottom flask was placed 5.2 grams (20 mmol) of lrrtermediate-30b and 50 ml of ethanol. 
45 To the stirred slurry at room temperature was added 5.76 grams (30 mmoles) of ethyl 2-acetylbenzoate (Tetrahedron 
Lett. (1990), 31(47), 6781-4). The mixture was heated at reflux for 6 hours. After cooling to room temperature 30 ml of 
water was added and the product mixture was cooled in an ice / ethanol bath. After stirring for 30 minutes the crystalline 
product was collected by filtration and washed with 30 ml of ethanol. The product was dried to afford 4.5 grams (12.7 
mmoles, 65% yield) of white crystals. Pure by proton and carbon NMR, MS: [MH]+=355m/e. 

50 

2-(6-t-Butyl-1 H-pyrazolo[5,1 -c]-1 ,2,4-triazol-3-yl)-4-methyl-1(2H)phthalazinone, Coupler 30. 

[0087] Into a 100 ml round bottom flask was placed 2.0 grams (5.6 mmoles) of lntermediate-30c and 50 ml of acetic 
anhydride. The slurry was stirred under nitrogen and heated to reflux for 6 hours. After cooling to room temperature the 
55 mixture was concentrated to near dryness under vacuum. To the white amorphous product was added 1 0 ml of glacial 
acetic acid and 10 ml of concentrated hydrochloric acid. The mixture was stirred and heated at 100°C for 90 minutes. 
After cooling to room temperature the mixture was poured into 1 00 ml of ice water then neutralized with concentrated 
ammonium hydroxide. The resulting white product was collected by filtration and dried to afford 1.62 grams (5.0 
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mmoles, 89.8% yield) of Coupler 30. Pure by proton and carbon NMR, MS: [MH]+=323m/e. 
Example 3. Synthesis of Coupler 25 and Coupler 35. Method A. 

5 [0088] 


10 


is 


20 


25 


30 


.-w*. 


NH, 




tnt*rm*dlct*-25b 


NH-N NH-N h 

AcjQ, 7^HC1/H 2 0 I 

-x -a 


I nt*mv*dtst*~25o 


lnt*<m»dl«t*-25d 


NEtj EDCI, CHjCIj 



NH-N 



35 

lrrtermediate-25a 

[0089] 16.4 g of 4-acetyl-5-oxohexanoate was added to a suspension of 1 0 g of Purpaid in 200 ml of ethyl alcohol 

and 20 ml of hydrochloric acid. The reaction mixture was heated at reflux for 16 h. After cooling to room temperature, 
40 the mixture was treated with 80 ml of ether. The lntermediate-25a was isolated by filtration. 1 1 .43g. 

Irrtermediate-25b 

[0090] A mixture of lntermediate-25a (10 g), a-bromopinacolone (6.35 g) and ethyl alcohol (80 ml) was heated at 
45 reflux for 15 h and evaporated under reduced pressure. The residue was dissolved in methylene chloride and washed 
with saturated NaHC0 3 The two phases were separated and the aqueous phase was extracted with methylene chlo- 
ride. The organic phase was dried over magnesium sulfate, filtered and evaporated. The residue was crystallized from 
isopropyl ether to give 1 1 g of lrrtermediate-25b. 

so lntermediate-25c 

[0091] A solution of lntermediate-25b (1 1 g) in acetic anhydride (60 ml) was heated at reflux for 6 h. The reaction 
mixture was evaporated under reduced pressure and the residue treated with acetic add (60 ml) and concentrated 
hydrochloric acid (10 ml). After cooling to room temperature, the mixture was poured into iced water and the solution 
55 was treated with concentrated ammonium hydroxide to pH 9- 10 and extracted with ethyl acetate. The organic phase 
was dried over magnesium sulfate, filtered and evaporated. The residue was purified by flash chromatography to afford 
3.8 g of Inter mediate-25c. 
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!rrtermediate-25d 

[0092] 4 g of Inter mediate- 25c was suspended in water (90 ml) and concentrated HCI (10 ml). The mixture was 

heated at reflux for 16 h, and then extracted with ethyl acetate. The organic layer was dried over magnesium sulfate, 
s filtered and evaporated. The residue was crystallized from isopropyl ether and afforded 3.5 g of lntermediate-25d. 

Coupler 25 

[0093] The mixture of lntermediate-25d (3.3 g), 4-(2,4<ii-tert*amylpheny1oxy)butylamine hydrochloride (4.44 g). 1- 
io [3-{dimethylamino)propyl]'3-ethylcait)Odiimide hydrochloride (2.9 g), triethylamine (2.8 ml) and methylene chloride (60 
ml) was stirred at room temperature for 4 days, ft was then diluted with methylene chloride and washed with water. The 
organic layer was dried over magnesium sulfate , filtered and evaporated. The residue was purified by flash chromatog- 
raphy and afforded 5.1 g of Coupler-25. 

is Coupler 35 

[0094] A solution of coupler-25 (1 .55 g) and N-Chlorosucdnimide (0.37 g) in 15 ml of acetic acid was stirred at room 
temperature for 16 h. The mixture was evaporated under reduced pressure and was purified by flash chromatography 
to afford 1 .6 g of Coupler-35. 

20 

Example 4. Synthesis of Coupler 27. Method A 
[0095] 
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20 


lntermediate-27a. 

A suspension of 25.9 g of Purpald in 350 ml of water and 35 ml of concentrated hydrochloric add was heated 
until the solution became clear. 25 g of 3,5-heptanedione was added and the reaction mixture was heated at reflux for 

filhatio^«“r(tM%T re ^ Strred ^ ' Ce ' ethan01 bath tor 30 minutes and me Intermediated was isolated by 
lntermediate-27b. 

[0097] IS g of lntermediate-27a was dissolved into 150 ml of ethyl alcohol. It was then treated with 12 fi n nf »thvi 
brom^cetate and the mixture was heated at reflux for 15 h. After cooling to room te^e^et^s ™, 9 ed 

N^HCO P A^ J CO af ^’ e reS m U h e ,T S P ^ ned betWeen 100 "* 01 methylene boride and lOoTrt saluted 
. • C °uu evolverriem had ceased, the two phases were separated and the aqueous phase was extracted 

ce with methyfene chloride. The combined organic phase was dried over sodium sulfate, filtered and evaporated The 
residue was crystallized from ethyl acetate and ligroin to afford 13.26 g (65%) of Intermediate 27-b. 

Intermediate-27c. 

S °!L Um ^ d . iSSOfVed int ° 100 ml ° f ** a,cohoL After “^Plete dissolution. 7 g of Intermediate 27- 
was added the mixture was heated at reflux for 16 h. The mixture was evaporated under reduced pressure and the 
readue was dissolved into 200 ml of water. The aqueous layer was acidified with hydrochloric acid 6N and extracted 
with methylene <*l<xrde. The combined organic phase was dried over sodium sulfate, filtered and evaporated The res- 
idue was crystallized from ether and filtered to produce 6 g (100%) of Intermediated. 

25 lrrtermediate-27d. 

i™ 39 ' . s “ s p ens '° n ^ 6.1 g of phosphorus pentachloride in 20 ml of methylene chloride was slowly added a 

3 !r r ?*' at ? 27C ' n 40 m ' °' methylene chloride - After 2 h. At room temperature, the mature was 
coded at 0 C and treated with 100 ml of saturated NaHC0 3 for 45 minutes. The mixture was transferred into a seoar 

phase wTs e l^d^hm^ r T. ter n nC l^’ e,hylene ch,oride ' The P^ses were separated and the aqueous 

methylene chloride. The combined organic phase was dried over sodium sulfate filtered and 
evaporated The res, due was dissolved in 20 ml of dioxane and treated with a solution of 3.5 g of 
phervloxyjbutylamrne rn 40 ml of dioxane and 3.4 ml of triethylamine. After 1 h at room temperature ttie mi^re ^s 

3S ^ ter a "? extracted with e *h yl aceta,e - Th® organic layer was dried over magnesium sulfate, fOtered and 

apo ated. The residue was purified by flash chromatography to afford 8.14 g (89%) of Intermediate-2 7d. 

Coupler 27. 

[0100] A solution of Intermediated (1.2 g) in 20 ml of acetic anhydride was heated at reflux for 4 h The mixture 

:^r ra,ed ; nPer redUCed Pressure and ** «« treated with 1 5 m. of acetic add and 5 ml of i 

hydrochloric aod. The mixture was heated at 110°C for 2 h. After cooling to room temperature it was poured into an 

oha« a rt 3 !? Wlth concentrated ammonium hydroxide to pH 9-10 and extracted with ethyl acetate The organic 
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Example 5. Synthesis of Coupler 28. Method B. 

[ 0101 ] 


5 


10 


IS 


20 


O 



25 lntermediate-28a. 

[0102] A suspension of 3,4-diamino-5-mercapto-1 ,2,4-triazole (5.3 g) in ethyl alcohol (70 ml) was treated with a- 
bromopinacolone. The mixture was heated at reflux for 15 h and evaporated under reduced pressure. The residue was 
diluted with methylene chloride and washed with saturated sodium bicarbonate. The organic phase was dried over 
30 magnesium sulfate, filtered arid evaporated. The residue was suspended in a mixture of methylene chloride and ligroin 
and stirred at room temperature for 15 minutes. lntermediate-28a (6.8 g) was isolated by filtration. 

Irrtermediate-28b. 

35 [0103] A mixture of lntermediate-28a (4.2 g), 2,5-hexanecfione (6.8 g), glacial acetic add (20 ml) and toluene (15 

ml) was heated at reflux for 60 h. The reaction mixture was evaporated, the residue was diluted with ethyl acetate and 
washed with saturated NaHC0 3 . The two phases were separated and the aqueous layer extracted with ethyl acetate. 
The organic phase was dried over magnesium sulfate, filtered and evaporated. The residue was purified by flash chro- 
matography to afford lntermediate-28b (4.6 g). 

40 

Coupler 28. 

[0104] A mixture of Intermediate-2 8b (1 g), acetic anhydride (3.4 ml), triphenyiphosphine (4.76 g) and toluene (8 

ml) was heated at reflux for 22 h. The mixture evaporated under reduced pressure, dissolved in a methanol -THF mix- 
45 ture (25 ml) and treated with potassium hydroxide 1 N to pH 10. The mixture was stirred at room temperature for 1 h, 
evaporated under reduced pressure, diluted with ethyl acetate and washed with saturated ammonium chloride. The 
organic phase was dried over magnesium sulfate, filtered and evaporated. The residue was purified by flash chroma- 
tography to afford Coupler-28 (0.8 g). 

[0105] Dyes of the present invention can be prepared by reactions and methods described below. Typical synthe- 
50 ses are illustrated by the following examples. 
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Example 6 . Synthesis of Dye 1 . 

[0106] 



[0107] To a solution of 0.2 grams (0.93 mmoles) of Coupler 1 in 20 ml of ethyl acetate was added 0.5 grams (6 
mmoles) of sodium carbonate at room temperature. The mixture was rapidly stirred and 0.5 grams (1 .85 mmoles) of 4 - 
20 amino-3-methyl-N-ethyl-N-(2-methanesulfonamidoethyl)aniline sesquisulfate hydrate was added then 1.16 grams (4.3 
mmoles) of potassium persulfate were added. The reaction was stirred for 20 minutes at room temperature. The product 
mixture was poured into a separatory funnel, diluted with 100 ml of water and the product dye extracted with 100 ml of 
ethyl acetate. The organic layer was concentrated in vacuum and the dye purified by silica gel flash column chromatog- 
raphy. Yield of Dye 1 was 0.1 grams ( 0.2 mmoles, 22 % yield), X max 536 nm (EtOAc), e = 57,300; MS: [MH]+=484 m/e; 
25 NMR (CDCI 3 ): proton analysis shows five methyl absorbances at & 2.35 ppm, 2.45 ppm, 2.5 ppm, 2.6 ppm, and 3.0 ppm 
characteristic of Dye 1 . This shows that the pyrazole ring was not removed during the dye forming reaction and there- 
fore the pyrazole ring does not act as a coupling off group. 

Example 7. Synthesis of Dye 28. 

30 

[0108] A mixture of Coupler-28 (0.3 g). 4-amino-3-methy1-N-ethyl-N-(2-methanesuifonamidoethyf)aniline sesquisul- 
fate hydrate (0.7 g), sodium carbonate (0.74 g), ethyl acetate (30 ml) and water (30 ml) was treated with potassium per- 
sulfate (1.45 g). After 25 minutes at room temperature, the reaction mixture was diluted with water and ethyl acetate. 
The organic phase was dried over magnesium sulfate, filtered and evaporated. The residue was purified by flash chro- 
35 matography and afforded Dye-28 (0.16 g). 

[0109] The absorbance maximum in solution for some of the dyes of this invention are shown in Table 1 and Table 
2 . As shown in Table 1 the dyes of this invention when substituted with a t-butyl group at the 6 position of the pyra- 
zolo[5,1-c]-1,2,4-triazole ring have absorbance maximum in solution which is similar to or slightly deeper than the 
azomethine dye Comparison Dye CD-I whose structure is shown below. Further the dyes of the Invention have half 
40 band widths which are similar to or slightly narrower than the azomethine dye Comparison Dye CD-I . 


45 


so 



Comparison Dye 
CD-I 
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Table 1 


Dye 

Absorbance maximum 
(MeCN solution) 

Half Band Width 

Comparison Dye CD-I 

542 nm 

81 nm 

Invention Dye 1 

540 nm 

80 nm 

Invention Dye 2 

543 nm 

76 nm 

Invention Dye 3 

549 nm 

75 nm 

Invention Dye 4 

546 nm 

74 nm 

Invention Dye 5 

552 nm 

76 nm 

Invention Dye 6 

542 nm 

80 nm 

Invention Dye 7 

538 nm 

80 nm 

Invention Dye 8 

544 nm 

78 nm 

Invention Dye 9 

542 nm 

80 nm 

Invention Dye 1 0 

542 nm 

78 nm 

invention Dye 1 1 

542 nm 

78 nm 

Invention Dye 1 2 

544 nm 

82 nm 

Invention Dye 1 3 

540 nm 

80 nm 

Invention Dye 14 

540 nm 

80 nm 

Invention Dye 1 5 

542 nm 

80 nm 

Invention Dye 1 6 

542 nm 

80 nm 

Invention Dye 1 7 

544 nm 

76 nm 

Invention Dye 18 

550 nm 

76 nm 

Invention Dye 19 

548 nm 

76 nm 

Invention Dye 20 

540 nm 

78 nm 

Invention Dye 21 

540 nm 

80 nm 

Invention Dye 22 

548 nm 

80 nm 


Table 2 


Dye 

Absorbance maximum 
(solution) 

Half Band Width 

Invention Dye 23 

536 nm (EtOAc) 

71 nm 

Invention Dye 25 

544 nm (MeCN) 

80 nm 

Invention Dye 26 

525 nm (EtOAc) 

74 nm 

Invention Dye 27 

506 nm (EtOAc) 

80 nm 

Invention Dye 28 

540 nm (EtOAc) 

75 nm 

Invention Dye 29 

524 nm (EtOAc) 

75 nm 

Invention Dye 30 

537 nm (EtOAc) 

80 nm 

Invention Dye 31 

585 nm (EtOAc) 

80 nm 
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Table 2 (continued) 


Dye 

Absorbance maximum 
(solution) 

Half Band Width 

Invention Dye 32 

544 nm (EtOAc) 

80 nm 


[01 1 0] The following example illustrates the practice of the present invention in a silver halide photographic element 

and the advantage in light stability of the resultant magenta image dyes of the invention when compared wit the com- 
parison coupler CM-1 whose structure is shown below. 



Comparison coupler 
CM-1 


Preparation of Photographic Elements 

[0111] Coupler CM-1, stabilizers ST-1 and ST-2, and coupler solvents dibutyi phthalate and diundecyl phthalate 
were dispersed in aqueous gelatin in the following manner. Coupler CM-1 (0.473 g, 1.08 x 10' 3 mole), stabilizer ST-1 
(0.366 g, 1 .08x1 0* 3 mole) and stabilizer S-2 (0.506 g, 1.08x1 O' 3 mole) were dissolved in a mixture of diundecyl phtha- 
late (0.862 g) and ethyl acetate (1 .41 9 g). The mixture was heated to effect solution. After adding a solution of aqueous 
gelatin (15.98 g, 11.50%), surfactant diisopropylnaphthalene sulfonic acid (sodium salt) (1.84 g 10% solution), and 
water to make a total of 30.62 grams, the mixture was dispersed by passing it three times through a Gaulin homoge- 
nizer. This dispersion was used in the preparation of photographic element 101 . 

[0112] Dispersions containing the couplers shown for elements 102 and 103 in Tables 3 and 4 were prepared in a 
similar manner. The amount of coupler in each dispersion was 1 .08 x 10* 3 mole, and other components were the same 
as in Example 101. 


ST-1 



N SOj 


ST-2 


C4H9SO2NH 


OCHCOOMe 

C12H25 


The photographic elements were prepared as follows: 

[01 1 3] On a gel-subbed, polyethytene-coated paper support were coated the following layers: 

First Layer: An underlayer containing 3.23 grams gelatin per square meter. 

Second Layer: A photosensitive layer containing (per square meter) 3.22 grams total gelatin, an amount of green- 
sensitized silver chloride emulsion containing 0.344 grams silver, the dispersion containing 5.37x1 0‘ 4 mole of the 
coupler indicated in Table 1 ; and 0.043 gram surfactant diisopropylnaphthalene sulfonic acid (sodium salt) (in addi- 
tion to the surfactant used to prepare the coupler dispersion). 

Third Layer: A protective layer containing (per square meter) 1 .40 grams gelatin, 0.15 gram bisfvinylsulfonyl) methyl 
ether, 0.043 gram surfactant diisopropylnaphthalene sulfonic acid (sodium salt), and 4.40X10* 6 gram surfactant 
tetraethylammonium perfluorooctanesulfonate. 

[0114] Processed samples were prepared by exposing the coatings trough a step wedge and processing as fol- 
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lows: 


Process Step 

Time (min.) 

Temp. (C) 

Developer 

0.75 

35.0 

Bleach-Fix 

0.75 

35.0 

Water wash 

1.50 

35.0 


[0115] The processing solutions used in the above process had the following compositions (amounts per liter of 
solution): 

is Developer 

[0116] 


Triethanolamine 

12.41 g 

Blankophor REU (trademark of Mobay Corp.) 

2.30 g 

Lithium polystyrene sulfonate 

0.09 g 

N.N-Diethyihydroxylamine 

4.59 g 

Lithium sulfate 

2.70 g 

4-Amino-3-methyl-N-ethyl-N-(2-methansuHonamidoethyl)aniline sesquisulfate hydrate 

5.00 g 

1 - Hydroxy ethy 1-1 ,1 -diphosphonic acid 

0.49 g 

Potassium carbonate, anhydrous 

21.16 g 

Potassium chloride 

1.60 g 

Potassium bromide 

7.00 mg 

pH adjusted to 10.4 at 26. 7C 



Bleach-Fix 
40 [0117] 


Solution of ammonium thiosulfate 

71.85 g 

Ammonium sulfite 

5.10 g 

Sodium metabisulfite 

10.00 g 

Acetic add 

10.20 g 

Ammonium ferric ethyl enediaminetetra acetate 

48.58 g 

Ethylenediaminetetraacetic acid 

3.86 g 

pH adjusted to 6.7 at 26. 7C 



55 

[0118] The processed color photographic paper strips were measured for fresh absorbance maximum (X max), 
absorbance band width at half maximum density height (HBW), and density at absorbance maximum (Dens). The data 
are shown in Table 3. 
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[01 1 9] The processed strips were covered with a UV-absorbing fitter (in lieu of coating a similar composition over 
the photosensitive layer of the element) and subjected to irradiation by a xenon arc lamp at an intensity of 50Klux for 2 
weeks. Additional strips were subjected to incubation at 75° C/50% RH for 2 weeks. The losses in optical density to 
green light from a fresh density of 1 .0 were recorded as Light Fade and Dark Fade, respectively. Printout (increase in 
5 blue density in the Dmin area upon light fade evaluation) and yellowing (increase in blue density in the Dmin area upon 
dark fade evaluation) were also recorded. The data are shown in Table 4. 


Table 3 


Element 

Coupler 

X max 

HBW 

Dens 

101 

comparison CM-1 

547 nm 

100 nm 

0.92 

102 

Invention coupler 25 

559 nm 

96 nm 

0.95 

103 

Invention coupler 19 

565 nm 

94 nm 

1.02 


Table 4 


Element 

Coupler 

Light Fade 

Printout 

Dark Fade 

Yellowing 

101 

Comparison CM-1 

-25% 

+0.26 

+0.01 

+0.03 

102 

Invention coupler 25 

-14% 

+0.08 

+0.02 

+0.04 

103 

Invention coupler 19 

-14% 

+0.10 

+0.01 

+0.03 


[0120] The data in Tables 3 and 4 indicate that the couplers according to the present invention offer improved light 
stability with a deeper absorbance maximum and without unwanted absorbance band shape broadening compared 
30 with couplers of the prior art. 

Claims 

1. A light sensitive photographic element comprising a support bearing a silver halide emulsion associated with a 
35 novel pyrazolo[5,1-c]triazole dye forming coupler having the structure I: 


o 



x 


wherein Z represents the elements of C, N, O. or S necessary to complete a susbtituted or unsubstituted heterocy- 
50 clic 5 or 6 member ring group, along with nitrogen R 1 represents a substituent group, and X represents a hydrogen 
or a coupling off group. 

2. A photographic element of claim 1 wherein the coupler provides a dye that has a half band width of less than 100 
nm. 

55 

3. A photographic element of claim 1 wherein the 5 or 6 member ring is chosen from the group consisting of benzoi- 
sothiazolone-1,1 -dioxide, benzothiazinedioxide, benzothiopyrano[4,3-c]pyrazole, benzotriazole, hydantoin, imi- 
dazo[1,2-a]pyrimidine, imidazo[2,1-b]quinazoline, imidazo[2,1-c]1,2,4-triazine, imidazo[4,5-b]pyridine, imidazole, 
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imidazoline, indazole. indole, isoindole, isoquinoline, isothiazoline, maleimide, morpholine, naphthalimide. oxazoli- 
dine, oxazolidinecfione. phthalazine, phthalimide, piperidine, piperazine, pteridone, purine. pyrano[2,3-c]pyrazo!e, 
pyrano[4,3-c]pyrazole. pyrazole, pyrazolidine, pyrazolinone, pyrazolo[3,4-blquinoxaline. pyrazo!o[3.4-d]pyridazine, 
pyridazine, pyrido[2,3-d]pyridazine, pyrimidine, pyrrole, pyrrolidine, pyrroline. pyrrolo[ 2 , 3 -d]pyrimidine, pyrrolo[3,2- 
5 c]quinoline, pyrrol ©[3,4-dlpyrirnidine. pyrrolone, quinazoline, quinoline, rhodanine, succinimide, tetrahydropyridine, 

tetrazole. thiadiazine, thiadiazole, thiazolidine, thieno[3,4-c]pyrazole, thienof3,4-c]pyrrole-1,1 -dioxide, thiomorpho- 
line- 1 , 1 -dioxide, triazine, triazole, and a triazolo[4,3-aJpyrimidine group. 

4. A photographic element of daim 1 or 3 wherein R 1 is a hydrogen atom, a halogen atom, an alkyl group, an aryl 
io group, a heterocyclic group, a cyano group, an alkoxy group, an aryloxy group, an alkylamino group, an acyiamino 

group, an anilino group, a ureido group, a suffamoyfamino group, an alkylthio group, an arylthio group, an alkoxy- 
carbonylamino group, a sulfonamido group, a carbamoyl group, a sulfamoyl group, a sulfonyl group, a heterocycly- 
loxy group, an acyloxy group, a carbamoyloxy group, a silyloxy group, an aryloxy carbonyl amino group, an imido 
group, a heterocyclicthio group, a sulfinyl group, a phosphonyl group, an aryloxycarbonyl group, an acyl group, or 
is an aikoxycarbonyl group. 

5 . A photographic element of claim 1 , 3 or 4 wherein X is a hydrogen atom, a halogen atom, a carboxy group, a group 
bonded to the coupling position through an oxygen atom, a group bonded to the coupling position through an oxy- 
gen atom, a group bonded to the coupling position through a nitrogen atom, a group bonded to the coupling posi- 

20 tion trough a sulfur atom. 

6 . A photographic element of daim 3 wherein the 5 or 6 member ring is selected from the group consisting of pyrrole, 
pyrazole, pyrazolone, pyridazine, and phthalazine groups; and Rj is selected from the group consisting of a hydro- 
gen atom, a halogen atom, an alkyl group, an aryl group, a heterocycle group, a cyano group, an alkoxy group, an 

25 alkylamino group, an acyiamino group, an anilino group, an alkylthio group, an arylthio group, a sulfonyl group, a 
carbamoyl group, an acyl group, and an aikoxycarbonyl group; and X is a hydrogen atom or a halogen atom. 

7. A photographic element of daims 1 -6 wherein the silver halide emulsion comprises silver chlorobromide containing 
greater than 90 mole percent chloride. 

30 

8 . A photographic element of daims 1 -6 wherein the silver halide emulsion comprises silver chloride. 

9. A novel pyrazolo[5,1-c]-1 ,2,4-triazole compound represented by the general formula I: 

35 




X 

45 

wherein Z represents the elements of C, N, O, or S necessary to complete a substituted or unsubstituted heterocy- 
clic 5 or 6 member ring along wit nitrogen, R-j represents a substituent group, and, X represents a hydrogen or a 
coupling off group. 

50 

10. A novel pyrazolo[5,1-c]-1 ,2,4-triazole azomethine dye compound represented by the general formula ll: 
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wherein Z and R t are the same as claimed in claim 1 and Rn represents one or more substituents. 

A method of synthesis of the couplers as claimed in claim 9 which utilizes a 3-substituted -4-amino- 5-mercapto-1 ,2- 
4-triazole of structure III: 


N — N 

ksAA*, 

I 

NHa 


I!) 


wherein R 5 may be an unsubstituted amine or hydrazine. 
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